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@ Tissue paper and process of manufacture tftereof . 

@ Soft, at>sort>ent paper webs and processes for making 
them. In the process, an aqueous dispersion of the paper- 
malcing fibers is formed into an embryonic web on a first 
foraminous member such as a Fourdinier wire. This 
embryonic web is associated with a second foraminous 
member known as a deflection member. The surface of the 
deflection member with which the embryonic web is associ- 
ated has a macroscopic monoplanar, continuous, patterned 
networic surface which defines whhin the deflection member 
a plurality of discrete, isolated deflection conduits. The 
papermaking fibers in the web are deflected into the 
deflection conduits and water is removed through the 
deflection conduits to form an imermedlate web. Deflection 
begins no later than the time water removal through the 
deflection memt>er begins. The intermediate web is dried 
and foreshortened as by creping. The paper web has a 
distinct continuous network region and a plurality of domes 
dispersed throughout the whole of the network region. 
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TISSUE PAPER AND PROCESS OF MANUFACTURE THEREOF 

PAUL D. TROKHAN 

Backgroun d of the Invention 
Field of the Invention 

This invention relates to stronq soft ah<!nrho„* 
anH son, aDsorbent paper webs 

and to the processes for making them. 

Background Art 

One pervasrve feature of daily life In modem Industrialized 
soc,e.,.s is the use of disposable products, particularly d Xb.^ 
products ™de Of paper. Paper ,„„.|s. facial tissui. sanHary 
..ssues. and the li.e are in „.ost constant use. Naturally Z 
™nu,ac.ur. of i,.„s In such great demand has become. I," the 
T„en,..th century, one of the largest industries in industrl^ 
developed countries. The genera, demand for disposable pap r 
products has. also naturally, created a demand for Imp^ved 
versions Of the products and of the methods of their manufacture 
Despite great strides in paper maWng. research and developmen 
f orts continue to be aimed at Improving bpth the products and 
their processes of manufacture, 

sanitaTvT""' " "'^^^ 

anitary tissues, and the like are made from one or more »ebs o 

»nd to f,nd wide acceptance, they, and the tissue paper webs 
from Which they are made, must exhibit certain physc, 
c aracteristics. Among the more important of ,h se 
characteristics are strength, softness, and absorbency. 

Strength is the ability of a paper web to retain Its physical 
integrity during use. Pnysical 
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Softntii li the pleasing tactile seniatlon the user perceives 
as he crumples the paper In his hand and contacts various 
portions of his anatomy with It. 

Absorbency is the characteristic of the paper which allows it 
to take up and retain fluids, particularly water and aqueous 
solutions and suspensions. Important not only is the absolute 
quantity of fluid a given amount of paper will hold, but also the 
rate at which the paper will absorb the fluid. When the paper Is 
formed Into a device such as a towel or wipe, the ability of the 
paper to cause a fluid to preferentially be taken up into the 
paper and thereby leave a wiped surface dry is also Important. 

An example of paper webs which have been widely accepted 
by the consuming public are those made by the process described 
in U.S. Patent 3,301,746 issued to Sanford and Sisson on January 
31, 1967. Other widely accepted paper products are made by the 
process described in U.S. Patent 3,994,771 issued to Morgan and 
Rich on November 30, 1976. Despite the high quality of products 
made by these two processes, the search for still improved 
products has, as noted above, continued. The present invention 
is a noteworthy fruit of that search. 

SUMMARY OF THE INVENTION 

This invention is of an improved paper and of the process 
by which the improved paper is made. 

The improved paper of this invention is characterized as 
having two regions; one is a network (or open grid) region, the 
other is a plurality of domes. (The domes appear to be 
protuberances when viewed from one surface of the paper and 
cavities when viewed from the opposite surface.) The network is 
continuous, is macroscopically monoplanar, and forms a 
preselected pattern. It completely encircles the domes and 
isolates one dome from another. The domes are dispersed 
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throughout the whole of the network region. The network region 
has a relatively low basis weight and a relative high density while 
the domes have relatively high basis weights and relatively low 
densities. Further, the domes exhibit relatively low intrinsic 
strength while the network region exhibits relatively high 
intrinsic strength. 

The improved paper of this Invention exhibits good 
absorbency, softness, tensile strength, burst strength, bulk 
(apparent density) and, depending on the preselected pattern of 
the network region, the ability to stretch in the machine 
direction. In the cross-machine direction, and In intermediate 
directions even in the absence of creping. 

The improved paper of this invention can, once again 
depending on the pattern of the network region, take on a 
ciothiike appearance and character. 

The paper webs of the present invention are useful In the 
manufacture of numerous products such as paper towels, sanitary 
tissues, facial tissues, napkins, and the like. They are also 
useful In other applications where nonwoven fabrics currently find 
utility. 

The process of this invention comprises the steps of: 

w 

(a) Providing an aqueous dispersion of papermaking fibers; 

... 

(b) Forming an embryonic web of papermaking fibers from the 
aqueous dispersion on a first foraminous member; 

(c) Associating the embryonic web with a second foraminous 
member which has one surface (the embryonic web-contacting 
surface) comprising a macroscopically monopianer network surface 
which is continuous and patterned and which defines within the 
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second foraminous member a plurality of discreet. Isolated, 
deflection conduits; 

(d) Deflecting the papermaking fibers in the embryonic web into 
the deflection conduits and removing water from the embryonic 

5 web through the deflection conduits so as to form an intermediate 
web of papermaking fibers under such conditions that the 
deflection of the papermaking fibers is initiated no later than the 
time at which the water removal through conduits is initiated; 

(e) Drying the intermediate web; and optlcnally 

« 

10 (f) Foreshortening the web. 

Accordingly, it is an object of this invention to provide an 
improved paper web to be used in the manufacture of numerous 
products used in the home and by business and industry. 

It is a further object of this invention to provide an 
15 improved and novel papermaking process. 

It is a still further object of this invention to provide soft, 
strong, absorbent paper products for use in the home and by 
business and industry. 

BRIEF DESCRIPTION OF THE DRAWINGS 

20 Figure 1 is a schematic representation of one embodiment of 

a continuous papermaking machine useful in the practice of the 
present invention. 

Figure 2 is a plan view of a portion of a deflection member. 

Figure 3 is a cross sectional view of a portion of the 
25 deflection member shown in Figure 2 as taken along line 3-3. 
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Figure 4 is a plan view of an alternate embodinirint of a 
deflection member. 

Figure 5 is a cross sectional view of a portion of the 
deflection member shown In Figure 4 as talcen along line 5-5. 

Figure 6 is a simplified representation in cross section of a 
portion of an embryonic web In contact with a deflection member. 



Figure 7 Is a simplified representation of a portion of an 
embryonic web in contact with a deflection member after the 
fibers of the embyonic web have been deflected into a delfection 
10 conduit of the deflection member. 

Figure 8 is a simplified plan view of a portion of a paper 
web of this Invention. 

Figure 9 Is a cross sectional view of a portion of the paper 
web shown in Figure 8 as taken along line 9-9. 



4r 

Figure 10 Is a schematic representation of a preferred 
deflection conduit opening geometry. 

In the drawings, like features are identically designated. 
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The Process 

The process of this invention comprises a number of steps or 
operations which occur in time sequence as noted above. Each 
step will be discussed in detail in the following paragraphs. 

First Step 

5 The first step in the practice of this invention is the 

providing of an aqueous dispersion of papermaking fibers. 

Papermaking fibers useful in the present invention include 
those celluloslc fibers commonly known as wood pulp fibers. 
Fibers derived from soft woods (gymnosperms or coniferous trees) 
10 and hard woods (angiosperms or deciduous trees) are 

contemplated for use In this Invention. The particular species of 
tree from which the fibers are derived is immaterial. 

The wood pulp fibers can be produced from the native wood 
by any convenient pulping process. Chemical processes such -as 

15 sulfite, sulphate (including the Kraft) and soda processes are 

suitable. Mechanical processes such as thermomechanical (or • 
Asplund) processes are also suitable. In addition, the various 
semi -chemical and chemi-mechanical processes can be used. 
Bleached as well as unbleached fibers are contemplated for use. 

20 Preferably, when the paper web of this Invention is intended for 

use in absorbent products such as paper towels, bleached 
northern softwood Kraft pulp fibers are preferred. 

In addition to the various wood pulp fibers, other celluloslc 
fibers such as cotton linters, rayon, and bagasse can be used in 
25 this invention. Synthetic fibers such as polyester and polyolefin 

fibers can also be used and, in fact, are preferred in certain 
applications. 
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Normally, the embryonic web (which is hereinafter defined) 
Is prepared from an aqueous dispersion of the papermaklng 
fibers. While fluids other than water can be used to disperse the 
fibers prior to their formation Into an embryonic web. the use of 
these other fluids is not preferred for a variety of reasons, not 
the least of which is the cost of recovering non-aqueous fluids. 

Any equipment commonly used In the art for dispersing 
fibers can be used. The fibers are normally dispersed at a 
consistency of from 0.1 to 0.3% at the time an 

embryonic web is formed. 

(In this specification, the moisture content of various 
dispersions, webs, and the like is expressed in terms of percent 
consistency. Percent consistency is defined as 100 times the 
quotient obtained when the weight of dry fiber in the system 
under discussion is divided by the total weight of the system. An 
alternate method of expressing moisture content of a system 
sometimes used in the papermaklng art is pounds of water per 
pound of fiber or, alternatively and equivalently, kilograms, of 
water per kilogram of fiber. The correlation between the two 
methods of expressing moisture content can be readily developed. 
For example, a web having a consistency of 25% comprises 3 
kilograms of water per kilogram of fiber; 50%, 1 kilogram of water 
per kilogram of fiber; and 75%. 0.33 kilogram of water per 
kilogram of fiber. Fiber weight is always expressed on the basis 
of bone dry fibers •) 

In addition to papermaklng fibers, the embryonic web formed 
during the practice of this invention and, typically, the 
dispersion from which the web is formed can include various 
additives commonly used in papermaklng. Examples of useful 
additives include wet strength agents such as urea-formaldehyde 
resins, melamine formaldehyde resins, polyamide-epichlorohydrin 
resins, polyethyleneimine resins, polyacrylamide resins, and 
dialdehyde starches. Dry strength additives, such as polysalt 
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coacervates rendered water soluble by the Inclusion of Ionization 
suppressors are also used herein. Complete descriptions of 
useful wet strength agents can be found in Tappi Monograph 
Series No. 29, Wet Strength in Paper and Paperboard , Technical 
Association of Pulp and Paper industry (New Yorl<, 1965), 

and in other common 
references. Dry strength additives are described more fully in 
U.S. Patent 3,660,338 issued to Economou on May 2, 1972, 

and In other common 
references. The levels at which these materials are useful in 
paper webs is also described in the noted references. 

Other useful additives include debonders which increase the 
softness of the paper webs. Specific debonders which can be 
used in the present Invention include quaternary ammonium 
chlorides such as dttallowdimethyl ammonium chloride and bis 
{all<oxy-(2-hydroxy)propylene) quaterary ammonium compounds. 
U.S. Patent 3,554,863 issued to Hervey et al. on January 12, 
1971 and U.S. Patent 4,144,122 issued to Emanuelsson et al. on 
March 13, 1979, and U.S. Patent 4,351,699 issued to Osborn,Jll 
on September 28, 1982, more 
fully discuss debonders. 

In addition, those pigments, dyes, fluorescers, and the lii<e 
commonly used in paper products can be incorporated in the 
dispersion. 

Second Step 

The second step in the practice of this invention is forming 
an embryonic web of papermaking fibers on a first foraminous 
member from the aqueous dispersion provided in the first step. 

A paper web is the product of this invention; It is the sheet 
of paper which the process of this invention mal<es and which is 
used in practical applications either in the form in which it issues 
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from the process or after conversion to other products. As used 
In this specification, an embryonic web is that web of fibers 
which is, during the course of the practice of this invention, 
subjected to rearrangement on the deflection member hereinafter 
described. As more fully discussed hereinafter, the embryonic 
web is formed from the aqueous dispersion of papermaking fibers 
by depositing that dispersion onto a foraminous surface and 
removing a portion of the aqueous dispersing medium. The fibers 
In the embryonic web normally have a relatively large quantity of 
water associated with them; consistencies in the range of from 
5% to 25% are common. Normally, an embryonic web 

is too weak to be capable of existing without the support of an 
extraneous element such as a Fourdrinier wire. Regardless of the 
technique by which an embryonic web is formed, at the time it is 
subjected to rearrangement on the deflection member It must be 
held together by bonds weak enough to permit rearrangement of 
the fibers under the action of the forces hereinafter described. 

As noted, the second step In the process of this Invention is 
the forming of an embryonic web. Any of the numerous 
techniques well known to those skilled In the papermaking art can 
be used in the practice of this step. The precise method by 
which the embryonic web is formed is immaterial to the practice of 
this invention so long as the embryonic web possesses the 
characteristics discussed above. As a practical matter, 
continuous papermaking processes are preferred, even though 
batch process, such as handsheet making processes, can be used. 
Processes which lend themselves to the practice of this step are 
described In many references such as U.S. Patent 3,301 ,7i»6 
issued to Sanford and SIsson on January 31, 1971, and U.S. 
Patent 3,994,771 issued to Morgan and Rich on November 30 
1976. " 

t 

Figure 1 is a simplified, schematic representation of one 
embodiment of a continuous papermaking machine useful in the 
practice of the present invention. 
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An aqueous dispersion of papermaking fibers as hereinbefore 
described is prepared in equipment not shown and is provided to 
headbox 18 which can be of any convenient design. From headbox 
18 the aqueous dispersion of papermaking fibers is delivered to a 
5 first foraminbus member 11 which is typically a Fourdrinler wire. 

First foramlnous member 11 is supported by breast roll 12 
and a plurality of return rolls of which only two. 13 and 113, are 
illustrated. First foraminous member 11 Is propelled in the 
direction indicated by directional arrow 81 by drive means not 
10 shown. Optional auxiliary units and devices commonly associated 
papermaking machines and with first foraminous member 11. but 
not shown in Figure 1. include forming boards, hydrofoils, 
vacuum boxes, tension rolls, support rolls, wire cleaning 
showers, and the like. 

The purpose of headbox 18 and first foraminous member 11, 
and the various auxiliary units and devices. Illustrated and not 
illustrated, is to form an embryonic web of papermaking fibers. 

After the aqueous dispersion of papermaking fibers is 
deposited onto first foraminous member 11, embryonic web 120 is 

20 formed by removal of a portion of the aqueous dispersing medium 
by techniques well known to those skilled in the art. Vacuum 
boxes, forming boards, hydrofoils, and the like are useful in 
effecting water removal. Embryonic web 120 travels with first 
foraminous member 11 about return roll 13 and is brought into the 

25 proximity of a second foraminous member which has the 
characteristics described below. 

Third Step 

The third step in the process of this invention is associating 
the embryonic web with the second foraminous member which is 
30 sometimes referred to as the "deflection member." The purpose 
of this third step is to bring the embryonic web into contact with 
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the deflection member on which It will be subsequently deflect . 
rearranged, and further dewatered. ^ 

In the embodiment Illustrated In Figure 1 th« H.f. 
member takes the fnrm «f , ... ' ^ deflection 

'"e Torm of an end ess hAit ^^^i^ ^- 

around and about d.n^.i™ u memoer 19 passes 

auoui deflection member return rolls m ii>, 

•nd Impression nip roll ,s and travel. In ,h! !, " 

by directional arrow M T ° """"""^ 

but no. sbown n „ rTrrt:"' 

~..s. cleanm. "-eans^drlve m« ;a^;^ ZToU"''," 

- - -1, .nowr.o"::or:::,r,: 

other embodiment such as a Jti! . """^ °'' 

5.ucn as a stationary p ate for uco i« 

handsheets or a rotating drum for use with otH ' 
continuous processes, it nust hal °' 
characteristics. ^"^^ Physical 

First, the deflection member n,ust be foraminous. That Is to 

HHcr surrace or "working surface"* ! o *u 
surface with which u ="rrace , i.e. the 

wiin Which the embryonic web is assoriafnw 
referred to as the "omK. ■ associated, sometimes 

w as the embryonic web-contacting surface") with 
second surface for "lower surface") stat.H u 
deflectino ™^ u Stated in another way the 

deflection member must be constructed In surh » 
when water is caused to ^ ^^^t 

h« *K . ^ the embryonic web 

by the application of differential fluid pressur. x 1 7 u 
water is removed fmn, u P^essure.A and when the 

removeo from the embyonic web in th« ^: x. 

foraminous member, the water can h. 1 1 ' °" °' 

without having to ao.Tn <^'=charged from the system 

n.urd or the IZlZ ^'""^^"^ 
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Second, the embryonic web-contactlng surface of the 
deflection member must comprise a macroscoplcally monoplanar, 
patterned, continuous network surface. This network surface 
must define within the deflection member a plurality of discrete. 
Isolated, deflection conduits. 

The network surface has been described as being "macroscoplcally 
monoplanar." As Indicated above, the deflection member may take 
a variety of configurations such as belts, drums, flat plates, and 
the like. When a portion of the embryonic web-contacting surface 
of the deflection member is placed Into a planar configuration, the 
network surface is essentially monoplanar. It is said to be 
"essentially" monoplanar to recognize the fact that deviations from 
absolute planarlty are tolerable, but not preferred, so long as the 
deviations are not substantial enough to adversely affect the 
performance of the product formed on the deflection member. 
The network surface is said to be "continuous" because the lines 
formed by the network surface must form at least one essentially 
unbroken net-like pattern. The pattern is said to be "essentially" 
continuous to recognize the fact that interruptions in the pattern 
are tolerable, but not preferred, so long as the interruptions are 
not substantial enough to adversely affect the performance of the 
product made on the deflection member. 

Figure 2 is a simplified representation of a portion of 
deflection member 19. In this plan view, macroscopically 

m 

monoplanar, patterned, continuous network surface 23 (for 
convenience, usually referred to as "network surface 23") is 
illustrated. Network surface 23 is shown to define deflection 
conduits 22. In this simplified representation, network surface 23 
defines deflection conduits 22 In the form of hexagons In 
bilaterally staggered array. It is to be understood that network 
surface 23 can be provided with a variety of patterns having 
various shapes, sizes, and orientations as wifl be more fully 
discussed hereinafter. Deflection conduits 22 will, then, also 
take on a variety of configurations. 
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d.fl J K ' °' W'ton of 

deacon ™nb.r ,9 shown i„ p,g„„ , „ , 

Flsur. 2. Figure 3 clearly Illustrates the fact that deflection 
"-ber ,9 Is f,r,™inous In that deflection conduits 2 '^^^ 
«-ough the entire thic.ness 0, deflection ™.her „ and prov 

Zr77 """""""^ """'^""3 - -^f'ces as 

" " ^"-^ '» a hotto™ 



As Illustrated In Figures 2 and 3. deflection conduits 22 ere 
shown .0 be discrete. That Is. they have a finite shape th 
depends on the pattern selected for network surface 23 and are 
separated one from another <;tatori ^t. 
conduu. „ anotner. Stated in st.ll other words, deflection 

condu,ts 22 are discretely perlmetrically enclosed by network 
surface 23. This separation IS particularly evident in the plan 
v,ew. They are also shown to be isolated In that there Is no 
connecfon within the body of ,he deflection member between one 
de ecfon conduit and another. This Isolation one from another is 
pa .,cu ,r y ev.den, In the cross-section view. Thus, transfer of 

An infinite variety of geometries for the network surface and 
*e openings of the deflection conduits are possible. The following 

s^rfacT n Tr"'" ^"""'^ " "» 

surface „ e. 23) and the geometry of the openings „.e. 29, of 

the deflection conduits In the plane of the network surface. 

First, It must be recognized that the surface of the 
surfacr23'""'H" k""""""" """^ 

.u ftce 23 and the openings 29 of the deflection conduits 

esubhsh the parameters of the other region. That Is .0 say 

c tTd '"rS""''" »'""" « the deflectll; 

conduits, the specification of the relative directions, orientations 
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and widths of each element or branch of the network surface will 
of necessity define the geometry and distribution of the openings 
of the deflection conduits. Conversely, specification of the 
geometry and distribution of the openings of the deflection 
conduits will of necessity define the relative directions, 
orientations, widths, etc. of each branch of the networl< surface. 

For convenience, the surface of the deflection member will be 
discussed in terms of the geometry and distribution of the 
openings of the deflection conduits. (As a matter of strict 
accuracy, the openings of the deflection conduits in the surface 
of the deflection member are, naturally, voids. While there may 
be certain philosophical problems inherent in discussing the 
geometry of nothingness, as a practical matter those skilled In the 
art can readily understand and accept the concept of an 
opening — a hole, as it were — having a size and a shape and a 
distribution relative to other openings.) 

While the openings of the deflection conduit can be of 
random shape and in random distribution, they preferably are 
uniform shape and are distributed in a repeating, preselected 
pattern . 

Practical shapes include circles, ovals, and polygons of six 
or fewer sides. There Is no requirement that the openings of the 
deflection conduits be regular polygons or that the sides of the 
openings be straight; openings with curved sides, such as 
trilobal figures, can be used. Especially preferred is the 
nonregular six-sided polygon illustrated in Figure 10. 

Figure 10 is a schematic representation of an especially 
preferred geometry of the openings of the deflection conduits 
(and, naturally, of the network surface). Only a portion of 
simple deflection member 19 showing a repeating pattern (unit 
cell) is shown. Deflection conduits 22 having openings 29 are 
separated by network surface 23. Openings 29 are in the form of 
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nonregular six-sided figures. Reference letter "a" represents the 
angle between the two sides of an opening as iilustrated, "f» the 
point-to-point height of an opening, "c" the CD spacing' between 
adjacent openings, "d" the diameter of the largest circle which 
can be inscribed in an opening, "e" the width between flats of an 
opening, "g" the spacing between two adjacent openings In a 
direction Intermediate MD and CD, and "b" the shortest distance 
(in either MD or CD) between the centeriines of two MD or CD 
adjacent openings. In an especially preferred embodiment, for use 
with northern softwood Kraft furnishes, "a" Is 135o, i'^h js o.56 
millimeter (0.022 inch), "e" is 1.27 mm (0.050 In.), "f" is i!62 
mm (0.06a In.), "g" Is 0.20 mm (0.008 In.) and the ratio of "d" 
to "b" is 0.63. A deflection member constructed to this geometry 
has an open area of about 69%. These dimensions can be varied 
proportionally for use with other furnishes. 

A preferred spacing is a regular, repeating distribution of 
the openings of the deflection conduits such as regularly and 
evenly spaced opentngs in aligned ranks and files. Also preferred 
are openings regularly spaced in regulary spaced ranl<s wher.ein 
the openings in adjacent ranl<s are offset one from another. 
Especially preferred is a bilaterally staggered array of openings 
as Illustrated in Fig. 2. It can be seen that the deflection 
conduits are sufficiently closely spaced that the machine direction 
(MD) span (or length), of the opening 29 of any deflection conduit 
(the reference opening) completely spans the MD space 
intermediate a longitudinally (MD) spaced pair of openings which 
latter pair is disposed laterally adjacent the reference opening. 
Further, the deflection conduits are also sufficiently closely 
spaced that the cross machine direction (CD) span (or width) of 
the opening 29 of any deflection conduit (the reference opening) 
completely spans the CD space intermediate a laterally (CD) 
spaced pair of openings which latter pair is disposed 
longitudinally adjacent the reference opening. Stated in perhaps 
simpler terms, the openings of the deflection conduits are of 
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sufficient size and spacing that, in any direction, tiie edges of 
the openings extend past one another. 

In papermal<ing« directions are normally stated relative to 
machine direction (MD) or cross machine direction (CD), Machine 
direction refers to that direction which is parallel to the flow of 
the web through the equipment. Cross machine direction is 
perpendicular to the machine direction. These directions are 
indicated in Figures 2, U and 10. 

Figures 4 and 5 are analogous to Figures 2 and 3, but 
illustrate a* more practical, and preferred, deflection member. 
Figure 4 illustrates in plan view a portion of deflection member 
19. Network surface 23 defines openings 29 of the deflection 
conduits 22 as hexagons in bilaterally staggered array, but It Is 
to be understood that, as before, a variety of shapes and 
orientations can be used. Figure 5 illustrates a cross sectional 
view of that portion of deflection member 19 shown in Rgure 4 as 
taken along line 5-5. Machine direction reinforcing strands 42 
and cross direction reinforcing strands 41 are shown In both 
Figures 4 and 5. Together machine direction reinforcing strands. 
42 and cross direction reinforcing strands 41 combine to form 
' foraminous woven element 43. One purpose of the reinforcing 
strands is to strengthen the deflection member. As shown, 
reinforcing strands 41 and 42 are round and are provided as a 
square weave fabric around which the deflection member has been 

m 

constructed. Any convenient filament size and shape in any 
convenient weave can be used so long as flow through the 
deflection conduits is not significantly hampered during web 
processing and so long as the integrity of the deflection member 
as a whole is maintained. The material of construction is 
immaterial; polyester is preferred. 

An examination of the preferred type of deflection member 
illustrated in Fig. 4 will reveal that there are actually two 
distinct types of openings (or foramina] in the deflection member. 
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The flnt ii the opening 29 of the deflection conduit 22 the 
geometry of which wes discusied Immedieteiy above; the second 
type comprises the interstices between strands ^^ and «2 in 
woven foramlnous element W. These latter openings are referred 
to as fine foramina To emphasise the distinction, the openings 
29 of the deflection conduits 22 are sometimes referred to as 
gross foramina. 

Thus far. little has been written about the geometry of the 
network surface per se. It Is readily apparent, especially from an 
examination of Fig. 2. that the network surface will comprise a 
series of Intersecting lines of various lengths, orientations, and 
widths all dependent on the particular geometry and distribution 
selected for the openings 29 of the deflection conduits. It is to be 
understood that it is the combination and Interrelation of the two 
geometries which influence the properties of the paper web of this 
invention. It is also to be understood that interactions between 
various fiber parameters (Including length, shape, and orientation 
in the embryonic web) and networi< surface and deflection conduit 
geometries Influence the properties of the paper web. 

As mentioned above, there an infinite variety of possible 
geometries for the network surface and the openings of the 
deflection conduits. Certain broad guidelines for selecting a 
particular geometry can be stated. First, regularly shaped and 
regulary organized gross foramina are important in controlling the 
physical properties of the final paper web. The more random the 
organization and the more complex the geometry of the gross 
foramina, the greater Is their effect on the appearance attributes 
of a web. The maximum possible staggering of the gross foramina 
tends to produce isotropic paper webs, if anisotropic paper webs 
are desired, the degree of staggering of the gross foramina 
should be reduced. 

Second, for most purposes, the open area of the deflection 
member (as measured solely by the open area of the gross 
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foramina) should be from 35% to 85%. The actual 

dimensions of the gross foramina (in the plane of the surface of 
the deflection member) can be expressed in terms of effective free 
span. Effective free span is defined as the area of the opening of 
the deflection conduit in the plane of the surface of the deflection 
member (I.e. the area of a gross foramen) divided by one-fourth 
of the perimeter of the gross foramen. Effective free span, for 
most purposes, should be from 0.25 to 3,0 times the 

average length of the papermaking fibers used in the process, 
preferably from 0.35 to 2.0 times the fiber length. 

In order to form paper webs having the greatest possible 
strength, it is desirable that localized stresses within the web be 
minimized. The relative geometries of the network surface and the 
gross foramina have an effect on this minimization. For simple 
geometries (such as circles, triangles, hexagons, etc.) the ratio 
of the diameter of the largest circle which can be inscribed within 
the gross foramina ("d") to the shortest distance (in either MD or 
CD) between central lines of neighboring gross foramina ("b") 
should be between 0.45 and 0.95. 

The third fact to be considered is the relative orientation of 
the fibers in the embryonic web, the overall direction of the 
geometries of the network surfaces and the gross foramina, and 
the type and direction of foreshortening (as the latter is 
hereinafter discussed). Since the fibers in the embryonic web 
generally possess a distinct orientation, (which can depend on the 
operating parameters of the system used to form the embryonic 
web) the interaction of this fiber orientation with the orientation 
of the network surface geometry will have an effect on -web 
properties. In the usual foreshortening operation, i.e. during 
creping, the doctor blade is oriented in the cross machine 
direction. Thus the orientation of the geometries of the network 
surface and the gross foramina relative to the doctor blade 
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Strongly influence the nature of the crepe and. hence, the nature 
of the paper web. 

As discussed thus far. the network surface and deflection 
conduits have single coherent geometries. Two or more geometries 
can be superimposed one on the other to create webs having 
different physical and aesthetic properties. For example, the 
deflection member can comprise first deflection conduits having 
openings described by a certain shape in a certain pattern and 
defining a monoplanar first network surface all as discussed 
above. A second network surface can be superimposed on the 
first. This second network surface can be coplanar with the first 
and can itself define second conduits of such a size as to include 
within their ambit one or more whole or fractional first conduits. 
Alternatively, the second network surface can be noncoplanar 
with the first. In further variations, the second network surface 
can Itself be nonpianar. In still further variations, the second 
(the superimposed) network surface can merely describe open or 
closed figures and not actually be a network at all; it can, in 
this instance, be either coplanar or noncoplanar with the first 
network surface. It is expected that these latter variations '(in 
which the second network surface does not actually form a 
network) will be most useful in providing aesthetic character to 
the paper web. As before, an infinite number of geometries and 
combinations of geometries are possible. 

As Indicated above, deflection member 19 can take a variety 
of forms. The method of construction of the deflection member is 
immaterial so long as It has the characteristics mentioned above! 

A preferred form of the deflection member is an endless belt 
which can be constructed by. among other methods, a method 
adapted from techniques used to make stencil screens. By 
"adapted" It is meant that the broad, overall techniques of making 
stencil screens are used, but improvements, refinements, and 
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modifications as discussed below are used to make, member having 
significantly greater thickness than the usual stencil screen. 

Broadly, a foraminous element (such as foraminous woven 
element 43 in Figures 4 and 5) is thoroughly coated with a liquid 
photosensitive polymeric resin to a preselected thickness. A mask 
or negative incorporating the pattern of the preselected network 
surface is juxtaposed the liquid photosensitive resin; the resin is 
then exposed to light of an appropriate wave length through the 
mask. This exposure to light causes curing of the resin in the 
exposed areas. Unexposed (and uncured) resin is removed from 
the system leaving behind the cured resin forming the network 
surface defining within it a plurality of discreet, isolated 
deflection conduits. 

More particularly, the deflection member can be prepared 
using as the foraminous woven element a belt of width and length 
suitable for use on the chosen papermaking machine. The network 
surface and the deflection conduits are formed on this woven belt 
in a series of sections of convenient dimensions in a batchwise 
manner, i.e. one section at a time. 

First., a planar forming table Is supplied. This forming table 
preferably is at least as wide as the width of the foraminous 
woven element and is of any convenient length. It is, preferably, 
provided with means for securing a backing film smoothly and 
tightly to its surface. Suitable means include provision for the 
application of vacuum through the surface of the forming table, 
such as a plurality of closely spaced orifices and tensioning 
means. 

A relatively thin, flexible, preferably polymeric (such as 
polypropylene) backing film is placed on the forming table and is 
secured thereto, as by the application of vacuum or the use of 
tension. The backing film serves to protect the surface of the 
forming table and to provide a smooth surface from which the 
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cured photosensitive resins will, later, be readily released. This 
backing film will form no part of the completed deflection member. 

Preferably, either the backing film is of a color which 
absorbs activating light or the backing film is at least 
semi-transparent and the surface of the forming table absorbs 
activating light. 

A thin film of adhesive, such as 8091 Crown Spray Heavy 
Duty Adhesive made by Crown Industrial Products Co. of Hebron, 
Illinois, is applied to the exposed surface of the backing film or, 
alternatively, to the knuckles of the foraminous woven element. A 
section of the woven foraminous element Is then placed In contact 
with the backing film where It is held In place by the adhesive. 
Preferably, the woven foraminous element is under tension at the 
time it is adhered to the backing film. 

Next, the woven foraminous element is coated with liquid 
photosensitive resin. As used herein, "coated" means that the 
liquid photosensitive resin is applied to the woven foraminous 
element where it is carefully worked and manipulated to insure 
that all the openings In the woven foraminous element are filled 
with resin and that all of the filaments comprising the woven 
foraminous element are enclosed with the resin as completely as 
possible. Since the knuckles of the woven foraminous element are 
in contact with the backing film in the preferred arrangement, it 
will not be possible to completely encase the whole of each 
filament with photosensitive resin. Sufficient additional liquid 
photosensitive resin is applied to the woven foraminous member to 
form a deflection member having a certain preselected thickness. 
Preferably, the deflection member is from 0.35 mm (0.01^ 

in.) to 3,0 mm (0.150 in.) in overall thickness and the 

network surface Is spaced from 0.10 mm (0.004 in.) to 

2.5*t mm (0.100 in.) from the mean upper surface of the 
knuckles of the foraminous woven element. Any technique well 
known to those skilled in the art can be used to control the 
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thickness of the liquid photosensitive resin coating. For example* 
shims of the appropriate thickness can be provided on either side 
of the section of deflection member under construction; an excess 
quantity of liquid photosensitive resin can be applied to the 
woven foraminous element between the shims; a straight edge 
resting on the shims and can then be drawn across the surface of 
the liquid photosensitive resin thereby removing excess material 
and forming a coating of a uniform thicicness. 

Suitable photosensitive resins can be readily selected from 
the many available commercially. They are materials, usually 
polymers, which cure or cross-linl< under the influence of 
activating radiation, usually ultraviolet (UV) light. References 
containing more information about liquid photosensitive resins 
include Green et ai, "Photocross*linl<able Resin Systems/' J. 
Macro. Sci-Revs* Macro. Chem, C2]!(2). 187-273 (1981-82); 
Boyer, "A Review of Ultraviolet Curing Technology," Tappi Paper 
Synthetics Conf. Proc, September 25-27, 1978, pp 167-172; and 
Schmidle. "Ultraviolet Curable Flexible Coatings," J. of Coated 
Fabrics, 8, 10-20 (July, 1978). 

An especially 

preferred liquid photosensitive resin can be selected from the 
Merigraph series of resins made by Hercules Incorporated of 
Wilmington, Delaware. 

Once the proper quantity (and thtcl<ness) of liquid 
photosensitive resin is coated on the woven foraminous element, a 
cover film is optionally and preferably applied to the exposed 
surface of the resin. The cover film, which must be transparent 
to light of activating wave length, serves primarily to protect the 
mask from direct contact with the resin. 

A mask (or negative) is placed directly on the optional cover 
film or on the surface of the resin. This mask is formed of any 
suitable material which can be used to shield or shade certain 
portions of the liquid photosensitive resin from light while 
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design or geometry pre.elected for the network region I, of 
course, reproduced in thi, mask In region, which Iw the 

transrnlislon of light whil« th. » . 

. • . . ^ geometries preselected for the 

5 gro., foramina are In regions which are opaque to light. 

Preferably, a rigid member such as a glass cover plate Is 
.tf: ce oV'r"' 'n maintaining the pp 

10 The liquid pho„s.nsl,lv, resin I. ,h.„ .^po,.^ ,„ „ 

.h. .pproprl,,. w,v. l.„g,h through ,h. ever gl.s.. .h. ™,, 

and , e cover fl,™ In such . ™n ,o ,nmL ,he ctr ™ «; 

the 1 ,uld Photosensitive resin In ,h. .xpo.«i srees. ,t , 

Which , usually opaque to activating light, I, cured. Curing thi 

the deflection ™eml«r planar and In Isolating one deflecUon 
conduit from another. s one deflection 

fl,™ '"a cover 

In ,h " -""-"V cured 

with LT *° ''--t along 

with the resin to be stripped froo. the backing film. 

Uncured resin Is removed from the woven fbramlnous element 

A section of th. deflection member is now essentially In final 
9. least partially cured, photosensitive resin can 
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be subjected to further radiation in a post curing operation as 
required. 

The baclcing film is stripped from the forming table and the 
process is repeated with another section of the woven foraminous 
element. Conveniently, the woven foraminous element is divided 
off into sections of essentially equal and convenient lengths which 
are numbered serially along its length. Odd numbered sections 
are sequentially processed to form sections of the deflection 
member and then even numbered sections are sequentially 
processed until the entire belt possesses the characteristics 
required of the deflection member. Preferably, the foraminous 
woven element is maintained under tension at all times. 

In the method of construction just described, the knuckles 
of the foraminous woven element actually form a portion of the 
bottom surface of the deflection member. In other, but less 
prefer reid embodiments, the foraminous woven element can be 
physically spaced from the bottom surface. 

Multiple replications of the above described technique can be 
used to construct deflection members having the more complex 
geometries described above. 

Fourth Step 

The fourth step in the process of this invention is deflecting 
the fibers in the embryonic web into the deflection conduits and 
removing water from the embryonic web, as by the application of 
differential fluid pressure to the embryonic web, to form an 
intermediate web of papermaking fibers. The deflecting is to be 
effected under such conditions that there is essentially no water 
removal from the embryonic web through the deflection conduits 
after the embryonic web has been associated with the deflection 
member prior to the deflecting of the fibers into the deflection 
conduits. 
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Deflection of the fih.-. i . 

representation of • cross s^.p™ ' " ' stapHfled 

'» and embryonic web tw lw ' " "-"^r 

"socted wrtH denecon 

' e fiber, into defiection conduit. I' .TJT" °' 
Of differentia, fluid pre„ure. in F,ou« « 

""<-">' » Is st,o„n; the embrvrX U' " " 

network surface 23. associated with 

- Portir" J'JZ'ZLjr ,9 ' tT"'"' ^'^^ 
embryonic web 120 after Its fb '""strates 

deflection conduit 22 as ' ^'^^ ^^''^ deflected into 

as by the application ^ 
pressure, i, l. ,» b. ob,erved thaTI ! "'""'""a' ""I" 
fiber, in embryonic web ,20 and 1 """" °' "» 

h.. been di.piaced b.„w netwo;,, surfaT",?""' 
"".-ul. Z2. Rearrangeman, 7,^^; » *f.~ti«, 

(not shown) occurs during defl J «"bryonlc web 120 

.--.b deflection conduct T as 17 " 

discussed more fully hereinafter. 

Deflection of the fibers In embryonic w.h i,n • 
conduits 22 is induced by 1 
• differential fluid pressure to 'thl T"'''^' '""^ application of 
-hod Of .pp„., dif^enl IiT:^^^^^^ — 
embryonic web to a vacuum In such ' '"'"""^ 
exposed to the vacuum th u ««b is 

.PP-icatlon Of a ZZZ o ?« " - 

designated bottom surface 2,. "^^^^^ ^ side 

0^ vai:t: ;;en;t:rr : - - 

•«ror steam pres,ure can be e^pl^d to emr"" " 
vicinity Of vacuum box US thC Hrs f^^^^^^^^^^^ ^" 
Means for optional pressure aoni. V member It. 

1. ^ application are not shown in Figure 
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Association of the embryonic web with the deflection member 
(the third step of the process of this invention) and the 
deflecting of the fibers in the embryonic web into the deflection 
conduits (the first portion of the fourth step of this invention) 
can be accomplished essentially simultaneously through the use of 
a technique analogous to the wet-microcontraction process used in 
paperma Icing. In accordance with this aspect of the invention, the 
embryonic web of papermaking fibers is formed on the first 
foraminous member as in the second step of this Invention 
described above. During the process of forming the embryonic 
web, sufficient water is noncompressively removed from the 
embryonic web before it reaches a transfer zone so that the 
consistency of the embryonic web is preferably from about 10% to 
about 30%. The transfer zone is that location within the 
papermaking machine at which the embryonic web is transferred 
from the first foraminous member to the deflection member. In the 
practice of this embodiment of the invention, the deflection 
member is preferably a flexible, endless belt which, at the 
transfer zone, is caused to traverse a convexly curved transfer 
head. The function of the transfer head Is merely to hold .the 
deflection member in an arcuate shape. Optionally, the transfer 
head is so constructed as to also serve as a means for applying 
vacuum to the bottom surface of the deflection member thereby 
aiding In the transfer of the embryonic web. While the deflection 
member is traversing the transfer head, the first foraminous 
member is caused to converge with the deflection member and 
theq to diverge therefrom at sufficiently small acute angles that 
compaction of the embryonic web interposed between the two is 
substantially obviated. Optionally, in the transfer zone, a 
sufficient differential fluid pressure (preferably induced by 
vacuum applied through the transfer head) is applied to the 
embryonic web to cause it to transfer from the first foraminous 
member to the deflection member without substantial compaction 
(I.e. without a substantial increase in its density). At the point 
where the first foraminous member and the deflection member are 
brought into juxtaposition, there is a differential velocity between 
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the two members. In general, the first foramlnous member Is 
traveling at a velocity of from 7% to 20a f ? 

" ^° 30% faster than 



nr.. f6r,™nous ,„ember ,„ ,h. d.fleCion ™™b.r „usas 
pressure. Different al fluid oresisiirA 

deflection and Initiates fur h : ^'^^ 
described. '^"^^^'•'"^ « "^-^'-^er 

Returning now to a general discussion of the process of thU 
nvent . ^^^^^ ^^^^ ^^^^^^ time the "Jr , 

deflected ,nto the deflection conduits or after such deflection 
wate ,.on the embryonic web and through the d f 

condu,ts begms. Water removal occurs, for example under the 
action of differential fluid pressure In th. u, 
FiourA 1 * pressure. In the machine Illustrated in 

Fgure water removal Initially occurs at vacuum box 126 
Since deflection conduits 22 are on-« *u u 
defl^rti«„ u ^ through the thickness of 

deflection member 19. water withdrawn from the embryonic web 
passes through the deflection conduits and out of the syst l af 

surface 2^ of deflection member 19. Water removal continues until 
the consistency of the web associated with conduit Member 19 
increased to from 25% to 35%. emoer 19 is 

Embryonic web 120 hac th^r. w 

been transformpri 
intermediate web 121. ransrormed into 

While applicants decline ,„ be bound by any particular 
«^ry of operation. „ appears that deflection of the fibers in te 
embryonic web and water removal fro„ ,he embryonic web bell 
•ssentlally simultaneously. Embodiments can. b weJer 
~ed wbereln deflection and water remove, a^ l^'entia 

r' f « ^ 

P~«ur., for example, the fibers are deflected into ,he 

deflection conduit with an attendant rearrangement of the 1 
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V/ater removal occurs with a continued rearrangement of fibers. 
Deflection of the fibers, and of the web, causes an apparent 
increase in surface area of the web. Further, the rearrangement 
of fibers appears to cause a rearrangement in the spaces or 
capillaries existing between and among fibers. 

It is believed that the rearrangement of the fibers can take 
one of two modes dependent on a number of factors such as, for 
example, fiber length. The free ends of longer fibers can be 
merely bent in the space defined by the deflection conduit while 
the opposite ends are restrained in the region of the network 
surfaces. Shorter fibers, on the other hand, can actually be 
transported from the region of the network surfaces into the 
deflection conduit (The fibers in the deflection conduits will also 
be rearranged relative to one' another.) Naturally, it is possible 
for both modes of rearrangement to* occur simultaneously. 

As noted, water removal occurs both during and after 
deflection; this water removal results In a decrease in fiber 
mobility in the embryonic web. This decrease in fiber mobility 
tends to fix the fibers in place after they have been deflected 
and rearranged. Of course, the drying of the web in a later 
step in the process of this invention serves to more firmly fix the 
fibers in position. 

Returning again to a general discussion of the fourth step of 
the process of this invention, it must be noted that the deflecting 
must be effected under such conditions that there is essentially 
no water removal from the embryonic web after ^its association 
with the deflection member and prior to the deflection of the 
fibers into the deflection conduitf* As an aid in achieving this 
condition, deflection conduits 22 are isolated one from another. 
This isolation, or compartmentaMzation, of deflection conduits 22 
is of importance to insure that the force causing the deflection, 
such as an applied vacuum, is applied relatively suddenly and in 
sufficient amount to cause deflection of the fibers rather than 
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gradually. „ by .ncroachraant from adjacent conduits so as to 
"move water without deflecting fibers. ' 

.OP s'urflc! IT'T""'' ""'"'"^ °' " >" 

sL." nv . ,° ' ""'"'"^ " Shown 

.ss.„„e, ly .qua, ,„ size and shape. There is no requirement that 

h open ngs in the two plane, be essentially Identical in s „ 
ond!;. r'""','" - deflec o 

^^ri '-"strcase in the size of a 

deflection conduit could be useful In forming an interior she^, o 
■edge wh,ch will control ,he exten, of flber deflection .„hln ,h 
deflect, on conduit. ,ln other embodiments, this same type o 
d^necfon control can be provided by ,h. woven JZ'l 
element included within the deflection member. ) 

Further, when the deflection member is a belt th« r«v, 
side Of deflection member „ is p^vided with bolTur;:!: 
wh,ch ,s preferably planar. This planar surface tends to contact 

sudd ! ■ " ' ' = -'="vely 

s dden app„ca„.n of differential fluid pressure within each 
deflect.on compartment for the reasons noted above. 

fifth Step 

The flfM, «ep m the process of this invention is the drying 
Of the .ntermediate web ,o form the paper web of this InventJ 

Any convenient means conventionally kn„„„ „^ 
papermaking ,r, can be used to dry the Intermediate web For 

^-X« dryers, alone nd in 

combination, are satisfactory. 
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A preferred method of drying the intermediate web is 
illustrated in Figure 1 • After leaving the vicinity of vacuum box 
126, intermediate web 121 « which Is associated with the deflection 
member 19, passes around deflection member return roll 14 and 
5 travels in the direction indicated by directional arrow 82, 
Intermediate web 121 first passes through optional predryer 125. 
This predryer can be a conventional flow-through dryer (hot air 
dryer) well l<nown to those skilled in the art. 

Optionally, predryer 125 can be a so-called capillary 

10 dewatering apparatus. in such an apparatus, the intermediate 
web passes over a sector of a cylinder having 
preferential-capillary-size pores through its cylindrical-shaped 
porous cover. Preferably. the porous cover comprises 
hydrophillic material which is substantially non-resilient and which 

IS renders the surfaces of the porous cover wettable by the liquid 
of interest. One portion of the interior of the cylinder can be 
subjected to a controlled level of vacuum to effect pneumatically 
augmented capillary flow of liquid from the web and another 
portion of the interior of the cylinder can be subjected ^to 

20 pneumatic pressure for expelling the transferred liquid outwardly, 
through a portion of the porous cover which is not in contact 
with the web. Generally, the level of vacuum is controlled as a 
function of airflow to maximize liquid removal from the web while 
substantially obviating airflow through the capiliary-sized pores of 

25 the porous cover of the cylinder. Preferential-size pores are 
such that, relative to the pores of the wet porous web in 
question, normal capillary flow would preferentially occur from the 
pores of the web into the preferential-caplilary-size pores of the 
porous cover when the web and porous cover are juxtaposed in 

30 surface-to-surface contact. 

Optionally, predryer 125 can be a combination capillary 
dewatering apparatus and flow-through dryer. 
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The quantity of water removed In predryer 125 is controlled 
so that predrled web 122 exiting predryer 125 has a consistency 
of from 30% to 98%. Predrled web 122. which is still 

associated with deflection member 19. passes around deflection 
member return roll lU and travels to the region of Impression nip 

As predrled web 122 passes through the nip formed between 
.mpression nip roll 15 and Yankee drier drum 16. the network 
pattern formed by top surface plane 23 of deflection member 19 is 
impressed into predrled web 122 to form imprinted web 123 
Imprinted web 123 is then adhered to the surface of Yankee dryer 
drum 16 where It Is dried to a consistency of at least 95%. 

Sixth Step 

The sixth step in the process of this Invention is the 

foreshortening of the dried web. This sixth step is an optional 

but highly preferred, step. 

As used herein, foreshortening refers to the reduction In 
length of a dry paper web which occurs when energy is applied 
to the dry web in such a way that the length of the web is 
reduced and the fibers In the web are rearranged with an 
accompanying disruption of fiber-fiber bonds. Foreshortening can 
be accomplished in any of several well-known ways. The most 
common, and preferred, method is creping. 

In the creping operation, the dried web is adhered to a 
surface and then removed from that surface with a doctor blade 
Usually, the surface to which the web is adhered also function^ 
as a drying surface and is typically the surface of a Yankee 
dryer. Such an arrangement is illustrated in Figure 1. 

As mentioned above, predrled web 122 passes through the 
n.p formed between impression nip roll 15 and Yankee dryer drum 
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16. At this point, th€ network pattern formed by top surface 
plane 23 of deflection member 19 is impressed Into predrled web 
122 to form Imprinted web 123. Imprinted web 123 is adhered to 
the surface of Yanl<ee dryer drum 16. 

The adherence of imprinted web 123 to the surface of Yankee 
dryer drum 16 is facilitated by the use of a creping adhesive. 
Typical creping adhesives include those based on polyvinyl 
alcohol. Specific examples of suitable adhesives are shown in U.S. 
Patent 3,926,7.16 Issued to Bates on December 16, 1975. 

The adhesive is applied to 
either predrled web 122 immediately prior to Its passage through 
the hereinbefore described nip or to the surface of Yankee dryer 
drum 16 prior to the point at which the web is pressed against 
the surface of Yankee dryer drum 16 by impression nip roll 15. 
(Neither means of glue application is indicated in Figure 1; any 
technique, such as spraying, well-known to those skilled in the 
art can be used.) In general, only the nondeflected portions of 
the web which Jiave been associated with top surfece plane 23 of 
deflection member 19 are directly adhered to the surface of 
Yankee dryer drum 16. The paper web adhered to the surface of 
Yankee drum 16 is dried to at least 95% consistency and is 

removed (i.e. creped) from that surface by doctor blade 17. 
Energy is thus applied to the web and the web is foreshortened. 
The exact pattern of the network surface and its orientation 
relative to the doctor blade will in major part dictate the extent 
and the character of the creping imparted to the web. 

Paper web 124. which is the product of this invention, can 
optionally be calendered and is either rewound (with or without 
differential speed rewinding) or is cut and stacked all by means 
not illustrated in Figure 1. Paper web 124 is, then, ready for 
use. 

In addition to creping, other techniques for foreshortening 
paper webs are known. For example, one technique for 
mechanically foreshortening a fibrous web involves subjecting the 
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w.b .0 compaction between . hard surface and a relatively .lastic 
urf«:.. Thl, general technique is described in U S pT , 
".2« issue to duett on January 6. ,«3 an l„ ;L;te: 
patents such as U.S. Patent 3.01,.5« Issued to Welsh et alT 

!rr, Fa s',":" 

on July , u.S. Paten. 3.3S,.,S6 issued to Freuler e ' a ' 

rreuier on December 28, 1971. 



•he t.?" ""? '"'""-""'"g the web of this invention is 
ihe tecnnique known In the traHo • ^"non is 

as describln ; . ""crocreplng. This technique 

as described ,n various patents such as U.S. Patent 3 260 778 

ssued to Packard et. al. on ' December 17, ,968- U S p i " 
3.426.405 issued to Waiton et. al. on Feb uary U L 1 
U.S. Patent M90,38S issued to Packard et. a.. I ly7\::: 



The Paper 



The improved paper web of this Invention which is 
so.et.n,es known to the trade as a tissue pap;^ w b 
preferably ...e by the process described abov n 
characterized as having two distinct regions. ' 

The first Is a network region which 8= 
^roscopicallv .onop.nar. and llch Zl 
pattern. I, is called a "network region" because 1, 
system Of lines of essentially uniform pTyicaTlha ' T"" ' 
.ntersect. interlace, and cross like the' ^ r c 7 a n7 T 
-scribed as "continuous- because the lines of the n twor; 1 " 

vufiiiy, Decause of its very nature oaoer ie r.^ 

uniform e a „„ , • completely 
"■•iiurm, e.g., on a microscopic scali* tk« i- 

*^ scale. The lines of essentially 
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uniform characteristics are uniform in a practical sense and, 
likewise, uninterrupted in a practical sense.) The networic 
region is described as "macroscopically monoplanar" because, 
when the web as a whole is placed In a planar configuration, the 

5 top surface (i.e. the surface lying on the same side of the paper 
web as the protrusions of the domes) of the network is essentially 
planar. (The preceding comments about microscopic deviations 
from uniformity within a paper web apply here as well as above.) 
The network region is described as forming a preselected pattern 

10 because the lines define (or outline) a specific shape (or shapes) 
in a repeating (as opposed to random) pattern. 

Figure 8 illustrates in plan view a portion of a paper web 80 
of this invention. Network region 83 is illustrated as defining 
hexagons, although it is to be understood that other preselected 
15 patterns are useful in this invention. 

Figure 9 is a cross-sectional view of paper web 80 taken 
along line 9-9 of Figure 8. As can be seen from Figure 9, 
network region 83 is essentially monoplanar. 

The second region of the improved tissue paper web of this 
20 invention comprises a plurality of domes dispersed throughout the 
whole of the network region. In figures 8 and 9 the domes are 
indicated by reference numeral 84. As can be seen from Figure 

8, the domes are dispersed throughout network region 83 and 
essentially each is encircled by network region 83. The shape of 

25 the domes (in the plane of the paper web) Is defined by the 
network region. Figure 9 illustrates the reason the. second region 
of the paper web is denominated as a plurality of "domes." 
Domes 84, appear to extend from (protrude from) the plane 
formed by network region 83 toward an Imaginary observer 

30 looking in the direction of arrow T. When viewed by an inaginary 
observer looking in the direction indicated by arrow B in Figure 

9, the second region comprises arcuate shaped voids which appear 
to be cavities or dimples. The second region of the paper web 



35 



01 40404 



has thus been denominated a plurality of "domes" for 
convenience. The paper structure forming the domes can be 
mtact; it can also be provided with one or more holes or openings 
extending essentially through the structure of the paper web. 

In one embodiment of the present invention, the networl< 
region of the improved paper of this invention has a relatively 
low basis weight compared to the basis weights of the domes 
That is to say. the weight of fiber in any given area projected 
onto the plane of the paper web of the network region is less 
than the weight of fiber in an equivalent projected area taken In 
the domes. Further, the density (weight per unit volume) of the 
network region is high relative to the density of the domes. It 
appears that the difference in basis weights was initially created 
as an artifact of the preferred method of manufacture described 
above. At the time the embryonic web is associated with the 
deflection member, the embryonic web has an essentially uniform 
basis weight. During deflection fibers are free to rearrange and 
migrate from adjacent the network surface Into the deflection 
conduits thereby creating a relative paucity of fibers over the 
network surface and a relative superfluity of fibers within the 
deflection conduits. The same forces tending to cause 
rearrangement of the fibers tend to compress the web over the 
network surfaces relative to that portion of the web within the 
deflection conduits. Imprinting the network surface into the 
intermediate web in the preferred process tends to further 
compress that portion of the web in contact with the network 
surface thereby exaggerating the difference in density between 
the two regions. 

In a second embodiment, the basis weight of the domes and 
the network region are essentially equal, but the densities of the 
two regions differ as indicated above. 

In certain embodiments of the present invention there can be 
an enrichment of the domes in shorter papermaking fibers as 
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compared to the network region. That is to say, there can be 
relatively more short fibers in the domes than in the networic 
region; the average fiber length of the domes can be smaller than 
the average fiber length of the network region. The relative 
superfluity of shorter fibers In the domes and the relative 
superfluity of longer fibers in the network region can serve to 
accentuate the desirable characteristics of each region. That is, 
the softness, absorbency, and bulk of the domes Is enhanced 
and, at the same time, the strength of the network region Is 
enhanced. 

Preferred paper webs of this Invention have an apparent (or 

> 

bulk or gross) density of from 0.015 to 0.150 grams 

per cubic centimeter, most preferably from 0.010 to 

0.100 g/cc. The density of the network region is preferably from 
0.400 to 0.800 g/cc, most preferably from . 0.500 

to 0.700 g.cc. The average density of the domes Is 

preferably from O.OUO to 0.150 g/cc, most preferably 

from 0.060 to 0.100 g/cc. The overall preferred basis 

weight of the paper web Is from 9 to 95 grams per 

square meter. Considering the number of fibers underlying a unit 
area projected onto the portion of the web under consideration, 
the ratio of the basis weight of the network region to the average 
basis weight of the domes Is from 0.8 to 1.0. 

As indicated above, an optional, but highly preferred step 
in the process for making the web of this invention is 
foreshortening. Foreshortening has been defined as the alteration 
of the web produced by supplying energy to the dry web in such 
a manner as to interrupt fiber-fiber bonds and to rearrange the 
fibers in the web. While foreshortening can take a number of 
forms, creping is the most common one. For convenience, 
foreshortening will be discussed at this point in terms of creping. 

» 

Those skilled in the art are familiar with the effect of 
creping on paper webs. In a simplistic view, creping provides the 
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web with a plurality of microscropic or semi-microscopic 
corrugations whicli are formed as the web is foreshortened, the 
fiber-fiber bonds are brol<en, and the fibers are rearranged* In 
general, the microscopic or semi-microscopic corrugations extend 

5 transversely across the web. That is to say, the lines of 
microscopic corrugations are perpendicular to the direction in 
which the web is traveling at the time it is creped (i.e. 
perpendicular to the machine direction). They are also parallel to 
the line of the doctor blade which produces the creping. The 

10 crepe imparted to the web is more or less permanent so long as 
the web is not subjected to tensile forces which can normally 
remove crepe from a web. In general, creping provides the paper 
web with extensibility in the machine direction, 

■ 

During a normal creping operation, the network portions of 
15 paper web are adhesively adhered to the creping surface (e.g. 
the Yankee dryer drum). As the web is removed from the creping 
surface by the doctor blade, creping is imparted to the web in 
those areas which are adhered to the creping surface. Thus, the 
network region of the web of this invention is directly subjected 
20 to creping. 

Since the network region and the domes are physically 
associated in the web, a direct effect on the network region must 
have, and does have, an indirect effect on the domes. In 
general, the effects produced by creping on the network region 
(the higher density regions) and the domes , (the lower density 
regions) of the web are different. It is presently believed that 
one of the most noteable differences is an exaggeration of 
strength properties between the network region and the domes. 
That is to say, since creping destroys fiber-fiber bonds, the 
tensile strength of a creped web is reduced. It appears that in 
the web of the present invention, while the tensile strength of 
the network region is reduced by creping, the tensile strength of 
the domes is concurrently reduced a relatively greater extent. 
Thus, the difference in tensile strength between the network 
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By way of illustration, and not by way of limitation, the 
following example is presented. 

Example 

A pilot scale papermaking machine was used In the practice 
of the present Invention • The headbox was a fixed roof suction 
breast roll former and the Fourdinler wire was 33 by 30 (filaments 
per centimeter) five-shed. The furnish comprised 100% northern 
softwood Kraft pulp fibers with 4 kilograms Parez 631 NC 

wet strength resin per 1000 kg bone dry fibers. (Parez 631NC is 
made by American Cyanamid Company of Stanford, Connecticut.) 
The deflection member was an endless belt having the preferred 
network surface and deflection conduit geometries described In 
conjunction with Figure 10 above. It was formed about a 
foraminous woven element made of polyester and having 17 (MD) 
by 18 (CD) filaments per centimeter in a simple (2S) weave. Each 
filament was 0,18 mm in diameter; the fabric caliper was 0,42 mm 
and It had an open area of 47%. The deflection member was 

1.1 mm thick. The blow-through predryer operated at, a 
temperature of 93°C. The Yankee drum dryer rotated with 

a surface speed of 244 meters (800 feet) per minute. The 

paper web is wound on a reel at a surface speed of 195 meters 
(640 feet) per minute. The consistency of the embryonic web at 
the time of transfer from the Fourdinler wire to the deflection 
member was 10%; and the consistency of the predried web 

at the time of impression of the continuous network surface into 
the web by the impression nip roll against the surface of the 
Yankee dryer was between 60% and 70%. The 

imprinted web was adhered to the surface of the Yankee dryer 
with polyvinyl alcohol adhesive and was creped therefrom with a 
doctor blade having an 81° angle of impact. In four separate 
experiments, the fan pump flow supplying the furnish through 
the headbox was adjusted to alter the gross orientation of the 
fibers on the Fourdinler wire. The physical properties of each of 
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the four paper webs were measured and are tabulated In Tables 
I, II, and III. 



TABLE I 



Experiment 
No. 

1 

3 
4 



Fan Pump Flow 
liters/min 

8596 
2650 
2839 
3028 



Basis Weight 

22.6 
22.4 
23.1 
22.9 



Caliper 
mm 

0.38 
0.39 
0.43 
0.46 



TABLE II 



Experiment 
No. 



1 
2 
3 
4 



Experiment 
No. 

1 
2 
3 
4 



MD 



pry Tensile 
g/cm 

CD Rati 



Dry Stretch 



10 



184 


182 1.0 


256 


150 1.7 


291 


113 2.6 


290 


86 3.4 




TABLE Ml 




Dry Burst 




g 




396 




386 




388 




388 





% 




MD 


CD 


Ratio 


30 


10 


0.33 


in 


14 


0.41 


35 


19 


0.54 


32 


21 


0.66 



Absorbency 
g HjO/g fiber 

20.1 
18.0 
20.7 
21.1 
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QAEMS 

1. A Strong, soft, absorbent paper web of papermaking fibers, 
said web being ccnposed of first and secx>nd regions, said first 
region coirprising a macroscopically monoplanar, patterned, 
continuous network having a high density and a low basis weight 
relative to said second region and said second region being 
composed of a high basis weight and plurality of discrete domes 
having low densities relative to said first region, essentially 
all of said domes being dispersed throughout, enconpassed by, 
and isolated one from anotlier by said network region. 

2. A paper web according to claim 1 wherein the average density 
of scdd network region is from 0.400 to 0.800 gram per cubic 
centimeter and the average density of said domes is from 0*040 
to 0.150 gram per cubic centimetef. 

3. A paper web according to either one of claims 1 and 2 
wherein the ratio of the average basis weight of said network 
region to the average basis weight of said (femes is less than 
1.0 and greater than 0.8. 

4. A paper web according to any one of claims 1-3 wherein the 
perimeter of each of the majority of said domes defines a 
polygon having fewer than seven sides and wherein said domes are 
distributed in a r^ating array. 

5. A p^r web according to any one of claims 1-3 wherein the 
perimeter of each of the majority of said domes defines a closed 
figure laving nonlinear sides and wherein said domes are 
distributed in a repeating array. 

6. A paper web according to either one of claims 4 and 5 
wherein said repeating array is a bilaterally staggered array. 
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7. A paper web according to any one of claims 1-6 wherein tlie 
average length of said fibers in said denes is smaller than the 
average length of said fibers in said network region. 

8. A p^r web according to any one of claims 1-4, 6 and 7 
wlierein the perimeter of essentially each of said domes defines 
a polygwi having six sides; the effective free spssi of each 
polygon being from 0.25 to 3.0 times the average length of said 
fibers; said domes being distributed in a bilaterally staggered 
array wtierein the ratio of tl» diameter of the largest circle 
which can be inscribed in said polygon to the shorter of the 
distance between the center lines of two of said polygons 
adjacent in the machine direction and the distance between the 
center lines of two of said polygons adjacent the cross machine 
direction is from 0.45 to 0.95. 

9. A process for making a strong, soft, absorbent, paper web 
ccnprising the steps of: 

(a) Providing an aqueous dispersion of papermaking fibers; 

( b) Forming an embryonic web of said papermaking fibers from 
said di^rsion on a first foraminous member; 

(c) . contacting said anbiyonic web with a second foraminous 
member whilst still being st5»ported fcy said first foraminous 
msRiber; 

(d) Transferring said embryonic web from said first 
foraminous member to said second foraminous member. 

(e) Removing water froa said anbryonic web on said second 
foraminous member to form an intermediate web. 

(f ) Drying said intermediate web and; 

(g) Ct>tionally foreshortening said dried web characterised 
^" said second foraminous member conprises an embryonic 
MBb-contacting surface comprising a macroscopically 
monpplanar, patterned, continuous network surface defining 
within said second foraminous member a plurality of 
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discrete, Isolated, deflection conduits; and in that tbe 
8tq? of water removal from the embryonic web on said second 
foraminous member ccnprises deflecting said papermaking 
fibers in said embryonic web into said deflection conduits 
and removing uater from said ^ryonic web through said 
conduits to form an intermediate web of said papermaking 
fibers under such conditions that said deflecting is 
initiated no later than the initiation of said water removal. 

10. A process according to claim 9 wherein the perimeter of each 
of the majority of said deflection conduits defines a polyg<»i 
laving fewer ttein seven sides and wherein said deflection 
conduits are distributed in a repeating array. 

■ 

11. A process according to claim 9 wherein the perimeter of each 
of the majority of said deflection conduits defines a closed 
figure having nonlinear sides and wherein said deflection 
conduits are distributed in a r^ating array. 

12. A process according to either one of claims 10 and 11 
wherein said r^ating array is a bilaterally staggered array. 

13. A process according to ary of claims 9-12 wherein said 
water removal st^ also comprises: 

(1) Predrying said intermediate web to a consistency of from 
25% to 98% to form a predried web of paperneking fibers; and 

(2) Inpressing said network surface into said predried web 
by interposing said predried web between said second 
foraminous member and an inpression surface and urging said 
second foraminous member and said inpression surface 
together ty flying force to at least one of said second 
foraminous member and said inpression surface. 
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14, A process according to any one of claims 9-13 wherein said 
first foraminous member is operated at a linear surface velocity 
of from 7% to 30% faster than the linear surface velocity of 
said second foraminous member. 
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